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CARL N. SWENSON Co. INC. 


777 NORTH FiRST STREET ADDRESS ALL MALL TO 


SUITE 370 P.O. BOX 556 


TELEPHONE 294-3232 SAN JOSE, CALIFORNIA 95106 


December 23, 1966 


City of San Jose 
Building Department 
Mission and North Ist Streets 


San Jose, California JISTIUYAY 1833 


Re: McDonnell and Company 
San Jose, California 


Gentlemen: 

Enclosed is one (1) copy each of Hales Testing Laboratories Reports as follows: 
Field Density Test, Lab. No. SJ-3611-S, dated December 20, 1966, and 
HVEEM Stabilometer Test, Lab. No. SJ-3612-S, dated December 20, 1966, 

on the above-referenced project. 


We are forwarding one (1) copy each of these reports to our Job Superintendent 
and are keeping one (1) copy each for our records. 


Very truly yours, 


pr veers apt 3} 


CARL N. SWENSON CO., INC. 


se eee. ee 


William P. Ondrasek 


WPO:ro 
Encls. 


cc: William A. Patrick (w/encls) 
Job Office (w/encls) 
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suman HALES TESTING LABORATORIES ..... 


OAKLAND TESTING 8 INSPECTION SERVICES 
SAN JOSE CHEMISTS + METALLURGISTS ee 
rh 


MONTEREY 
SAN FRANCISCO 297-087 
P. 0. #5683 


LAB NOs 83 3622_3 Nyy, 
paegEce me Ay ls 
Sen Jose, California Uv 
WARK: Sante Clara Sand and Gravel 
PEE Inport Fill Material 
DAFE RECEIVED: December 15, 1966 
BATE TESTED: December 20, 1966 TROTED BY: A. Lynch 
REPORT TO: S - —— Company, Inc., Contractor 
an Jose, California 95106 
REPOR®? 
wyen SERSEEEER exer 
Calif. Method Mo. LaF 
Exudation Expansion 
Specimen Pressure Per Cent Pressure Density "rR" 
z Pal rar Lbs. /Cu, Ft. Value 
i 157 10.6 52 130.3 65 
2 369 10.2 73 231.2 72 
3 580 9.7 5 132.0 80 
300 10.3 69 130.9 7 
400 20.2 8 133.3 73 
Respectfully submitted, 
HALES TESTING LABORATORIES 
NBivii/os 
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